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International application No. 
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International filing date {day/month/year) 
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HAGGARD, Jeffrey, S. et al 



From the INTERNATIONAL BUREAU 
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United States Patent and Trademark 

Office 

(Box PCT) 

Crystal Plaza 2 

Washington, DC 20231 

ETATS-UNIS D'AMERIQUE 

in its capacity as elected Office 



Applicant's or agent's file reference 
I0045.HIL 



Priority date (day/month/year) 

09 October 1997 (09.10.97) 



1. The designated Office is hereby notified of its election made: 

[3<] in the demand filed with the International Preliminary Examining Authority on: 

22 April 1999 (22.04.99) 



Q in a notice effecting later election filed with the International Bureau on: 



2. The election ^] was 

I I was not 

made before the expiration of 19 months from the priority date or, where Rule 32 applies, within the time limit under 



Rule 32.2(b). 



The International Bureau of WlPO 
34, chemin des Colombettes 
1211 Geneva 20. Switzerland 



Facsimile No.: (41-22) 740,14.35 



Authorized officer 

Diana Nissen 
Telephone No.: (41-22)338.83.38 
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From the INTERNATIONAL BUREAU 



PCT 

NOTICE INFORMING THE APPLICANT OF THE 
COMMUNICATION OF THE INTERNATIONAL 
APPLICATION TO THE DESIGNATED OFFICES 

{PCT Rule 47.1(c), first sentence) 


To: 

FINNAN, Patrick, J. 

Epstein, Edeli & Retzer 

Suite 400 » -s. 

lyui nesearcn pQuievim.^p'^^y^g \y C-.IL/ 

Rockville, MD 20850 

ETATS-UN!S D'AMERIC^^y 0 t> 1999 

LAW OFFICES 
EPSTTEIN. EDELL & RETZER 


Date of mailing (day/month/year) 
22 April 1999 (22.04.99) 


Applicant's or agent's file reference 
10045.HIL 


IMPORTANT NOTICE 


International application No. International filing date (day/month/year) Pnorrty date (day/month/year, 

PCT/US98/21378 09 October 1998 (09.10.98) 09 October 1997 (09.10.97) . 


Applicant 

HILLSJNC. etal 



1. Notice is hereby given thatthe International Bureau has communicated as PJ^^J'^ed in An^^^^^ international application 

to the following designated Offices on the date indicated above as the date of mailing of this Notice. 
AU,BR,CN,EP,1L,JP,KP,KR,US 



In accordance with Rule 47.1 (c), third sentence, those Offices wilt accept the present Notice as conclusive evidence that 
Se cor^munTcaTn of the international application has duly taken place °n ^^e date of maM^^^ above and no copy 

of the international application is required to be furnished by the applicant to the designated Off.ce(s). 

2 The following designated Offices have waived the requirement for such a communication at this time: 

al,am,ap,at,az,ba,bb,bg,by,ca,ch,cu,cz,de,dk,ea,ee,es,fi,gb,ge,gh,gm 

KG,KZ,LC,LK,LR,LS,LT,LU,LV,MD,IV1G,MK,MN,MW,MX,N0,NZ,0A,PL,PT,R0,RU,SD,SE,SG,S!,SK, 

The^cVmm'u™^™' S b^^^^ upon their request Furthermore, those Offices do not require the 

applicant to furnish a copy of the international application {Rule 49.1 (a-bis)). 

3. Enclosed with this Notice is a copy of the international application as published by the International Bureau on 
22 April 1999 (22.04.99) under No. WO 99/19131 

REMINDER REGARDING CHAPTER II (Article 31{2)(a) and Rule 54.2) 

If the applicant wishes to postpone entry into the national phase until 30 months (or later in some Of^'cefHrom the^^ 
date TdemandTr imernStional preliminary examination must be filed with the competent International Preliminary 
Examining Authority before the expiration of 1 9 months from the priority date. 
It is the applicant's sole responsibility to monitor the 19-month time limit. 

Note that only an applicant who is a national or resident of a PCT Contracting State which is bound by Chapter II has the 
right to file a demand for international preliminary examination. 

REMINDER REGARDING ENTRY INTO THE NATIONAL PHASE (Article 22 or 39(1)) 

If the applicant wishes to proceed with the international application in the national phase, he must, ^^'J^ilL" ^j!. n?f?2^ 
or 30 months, or later in some Offices, perform the acts referred to therein before each designated or elected Office. 

For further important information on the time limits and acts to be performed for entering the nation^^^^ the 
Annex to Forrri PCT/lB/301 (Notification of Receipt of Record Copy) and Volume II of the PCT Applicant s Guide. 
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The International Bureau of WlPO 
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34, chemin des Colombettes 




1211 Geneva 20, Switzerland 






Facsimile No. (41-22) 740.14.35 ^ 


Telephone No. (41-22) 338-83.38 


ic-in one 



Form PCT/IB/308 (July 1996) 



From the 

INTERNATIONAL PRELIMINARY EXAMINING AUTHORITY 



To: PATRICK J. FINNAN 

EPSTEIN, EDELL & RETZER 
1901 RESEARCH BLVD. 
SUITE 400 

ROCKVILLE. MD 20850 



PATENT COOPERATION TREATY 

PCX 



NOTIFICATION OF TRANSMITTAL OF 
INTERNATIONAL PRELIMINARY 
EXAMINATION REPORT 

(VCT Rule 7 LI) 





Date of Mailing 

(day/month/year) 1 3 JAN 2000 


Applicant's or agcnfs file reference 
I0045.HIL 


IMPORT A. NT NOTIFICATION 


International application No. 
PCT/US98/21378 


International filing date (day/month/year) 
09 OCTOBER 1998 


Priori i>' Date (day /month /year) 
09 OCTOBER 1997 


Applicant 
HILLS, INC. 



1. iJie applicant is nereoy noimcu mat uii:> inLciuaiioiiai i n,*iiinii.i. > j^,^«w.*.^...f j> - ■ — — 

international preliminary examination report and its annexes, if any, established on Ihc internalioiKil application. 

2. A copy of the report and its annexes, if any, is being transmitted to the Internationiii Bureau for communication 
to all the elected Offices, 

3. Where required by any of the elected Offices, the International Bureau will prepare an English translation of 
the report (but not of any annexes) and will transmit such translation to those Offices. 

4. REMINDER 

The applicant must enter the national phase before each elected Office b\ pcrfortning certain acts (filing 
translations and paying national fees) within 30 months from the priority date (or later in some OiTices)( Article 
39(l))(see also the reminder sent by the International Bureau with Form PC 17iB/301). 

Where a translation of the international application must be furnished to an elected Office, that translation must 
contain a translation of any annexes to the international preliminary examination report. It is the applicant's 
responsibility to prepare and furnish such translation directly to each elected Office concerned. 

For further details on the applicable time limits and requirements of the elected Offices, see Volume II of the 
PCT Applicant's Guide. 





Name and mailing address of the IPEA/US 
Commissioner of Patents and Trademarks 
Box PCT 

Washington. D.C. 20231 
Facsimile No. (703) 305-3230 


jYulhorizcd olVicer 

p BLAINli R. COPENHEAVER / 
telephone No. (703) 308-06Ci 1 
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INTERNATIONAL PRELIMINARY EXAMINATION REPORT 
(PCT Article 36 and Rule 70) 



Applicant's or agenfs file reference 
I0045.HIL 


FOR FURTHER ACTION ^--y Notification of 'l^^'^^'^^^' 

Preliminary Examination Report (Form PC 1 /IPbA/4 lb; 


Internationa) application No. 
PCT/US98/21378 


International filing date {day /month /year) 
09 OCTOBER 1998 


Priori i\- date (day /month/year) 
09 OCTOBER 1997 


International Patent Classification (IPC) or national classification and IPC 
IPC(7): B29C 47/14; D02G 3/00 and US CI.: 156/167; 264, 147, 343; 425/66: 428/360. 374 


Applicant 
HILLS, INC, 



1. This international preliminary examination report has been prepared by this Internnlionnl Preliminary 
Examining Authority and is transmitted to the applicant according to Article 36. 

2. This REPORT consists of a total of sheets. 

This report is also accompanied by ANNEXES, i.e., sheets of the description, cUiims and/or dra wings which have 
been amended and are the basis for this report and/or sheets containing rectifications made before this Autliority. 
(see Rule 70.16 and Section 607 of the Administrative Instructions under the PCT). 

These aimexes consist of a total of ^-^ sheets. 



3. This report contains indications relating to the following items: 



I 




II 


□ 


III 


□ 


IV 




V 




VI 


□ 


vn 


□ 


vm 


□ 



citations and explanations supporting such statement 



Date of submission of the demand 
22 APRIL 1999 


Date of completion of this report 
29 OCTOBER 1999 


Name and mailing address of the IPEA/US 
Commissioner of Patents and Trademaiks 
Box PCT 

Washington. D.C. 20231 
Facsimile No. (703) 305-3230 


Aut|>«rized otllccr 

/^BLAINE R. COPENHEAVEr/*^^^^>^ C4^^'^ 
Telephone No. (703) 308-0661 



Form PCT/IPEA/409 (cover sheet) (January 1994)* 



INTERNATIONAL PRELIMINARY EXAMINATION REPOR T 



Inteniatiniial applicalioii No. 
PCT/nS98/21378 



L Basis of the report 



1. This report has been drawn on the basis of ^ubsdmte sheets which have been fimtished lo the recemng C^ce m response to m umtadon 
under Ardde 14 are referred to in this report as "origuiaUy JUed" a/id are not atmexed to the report since iJiey do not contain amendmenls): 

I I the international application as originally filed. 

I X| the description, pages (See Attached) , as originally filed. 



pages 
pages 
pages 



. filed with the demand. 
, filed with the letter of . 
, filed with the letter of . 



I x| the claims. 



Nos. (See Attached) 

Nos. 

Nos. 

Nos. 

Nos. 



, as originally filed. 

, as amended under Article iy. 

, filed with the demand. 

, filed with the letter of 

, filed with the letter of 



I x| the drawings. 



sheets/fig (See Attached) 

sheets/fig 

sheets.-'fig 

sheets/fig 



, as originally t"iled. 
, filed with the demand. 
, filed with the letter of 
, filed with the letter of 



2. The amendments have resulted in the cancellation of: 

I x| the description, pages ^Q^^ 

[ x| the claims. Nos. 



NONE 



I x| the drawings, sheets^fig NONE 



3. I I This report has been established as if (some oO the amendments liad not been made, since tliey have been considered 
— to go beyond the disclosure as filed, as indicated in the SupplomunUil Box Additional obseivations l:>elo\\ (Rule 70.2(c)). 



4. Additional observations, if necessary: 
NONE 



Form PCT/IPEA;409 (Box I) (January 1994)* 



INTERNATIONAL PRELIMINARY EXAMINATION REPORT 



International application No. 
PCT/l)S98/21378 



V. Reasoned statement under Article 35(2) with regard to novelty, inventive step or industrial applicability; 
citations and explanations supporting sucli statement 



1. STATEMENT 

Novelty (N) Claims 1-77, 83-87, 94, 95. 98-100 YES 

Claims 78-82. 88-93. 96. 97 NO 

Inventive Step (IS) Claims 1-77. 83-87. 94, 95.98-100 YES 

Claims 78-82. 88-93. 96. 97 NO 

Industrial Applicability (lA) Claims 1-100 YES 

Claims NONE NO 



2. CITATIONS AND EXPLANATIONS 

Claims 78-82. 88-93, 96, and 97 lack novelty under PCT Article 33(2) as being anticipated by MATHES el al. MATHES et al. 
disclose a nonwoven web (Example 5), employing spilt multicomponent fibers. The miilticomponcnt libers comprise first and 
second non-hydrophilic materials which have a difference in heat shrinkage of at lca.st 10% and can be crimped (column 2, line 
61), The multicomponent fibers are split by contacting the web with water vapor at a temperature up to 130 degrees C. As 
shown in Figures 1-6. the multicomponent fibers can have various cross-section shapes and patterns (column 3. tines 37-40). 
All of the claimed subject matter is either literally or inherently disclosed in MATHES et al. Tims. MATMES ct al. anticipated 
the claimed subject matter. The argument in the letter of 27 September 1999 that MATHES ct :il. do not di.selosy that the fiber 
segments are at least partially separated by heat applied in line with fiber extrusion is not persuasive, because it is the examiner's 
position that the claimed nonwoven fabric and fiber components are identical to the nonwoven fabric and fiber components of 
MATHES ct al., which are prepared by applying a heated water to the fibers after extrusion. It is noted that if the product in 
a product-by-process claim is the same as a product in the prior art which is prepared by a different process, the claim is not 
considered to be novel over the prior art product. 

Claims 1-77; 83-87, 94, 95, and 98-100 meet the criteria set out in PCT Article 33(2K-3)- because the prior art of record does 
not teach or fairly suggest the claimed invention wherein the fiber splitting is performed in line with fiber extnision. Also, 
the prior art of record does not teach or fairly suggest the claimed invention wherein the niulliconiponent fibers are ribbon - 
shaped. Also, the prior art of record does not teach or fairly suggest the claimed invention wherein at least one of the first or 
second materials comprise a polyethylene terepthalate modified with isoptlialic acid and a powdered transesterifi cation 
inhibitor, a fluoropolymcr. a silicone, or a foaming agent. Additionally, the prior art of record does not teach or fairly 
(Continued on Supplemental Sheet.) 
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INTERNATIONAL PRELIMINARY EXAMINATION REPORT 



Inteniiitltuial application N»». 
PCT.US98/21378 



Supplemental Box 

(To be used when the space in any of the preceding boxes is not sulTicient) 
Continuation of: Boxes I - VIII 
L BASIS OF REPORT: 

This report has been drawn on the basis of the description, 

pages, 1-16, as originally filed. 

pages, NONE, filed with the demand. 

and additional amendments: 

NONE 

This report has been drawn on the basis of the claims, 
numbers, 1-76, 84-90, 99, 100, as originally filed, 
mmibers, NONE, as amended under Article 19. 
numbers, NONE, filed with the demand, 
and additional amendments: 

Claims 77-83 and 91-98, filed with the letter of 27 September 1999. 

This report has been drawn on the basis of the drawings, 

sheets, 1-2, as originally filed. 

sheets. NONE, filed with the demand. 

and additional amendments: 

NONE 



V. 2. REASONED STATEMENTS - CfFATIONS AND EXPLANATIONS (Continued): 

suggest the claimed invention wherein the apparatus has a spinneret which is configured to extrude ribbon-shaped or cross- 
shaped plural-component fibers from the orifices. 

Claims 1-100 meet the criteria set out in PCT Article 33(4), because the claimed nonwoven fabric is useful as a medical barrier 
fabric or a sheet of padding. 

o 

NEW CITATIONS 

NONE 
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77. The apparatus according to claim 76, wherein said at least one godet serves 
as said heating unit and applies heat to the array of plural-connponent fibers to cause 
differential heat shrinkage of the segments of the plural-component fibers prior to. 
reaching the web-forming surface. 

78. A nonwoven fabric produced from a process employing fiber splitting in line 
with fiber extrusion, comprising: 

first fiber segments comprising a first material extruded as a component of 
plural-component fibers; and 

second fiber segments comprising a second material extruded as a component 
of the plural-component fibers while having a heat shrinkage different from a heat 
shrinkage of the first material; 

wherein said first and second fiber segments have been at least partially 
separated from the second fiber segments by differential shrinkage induced by heat 
applied in line with fiber extrusion. 

79. The nonwoven fabric according to claim 78, wherein said fabric Is bonded 
to form a spunbonded fabric. 

80. The nonwoven fabric according to claim 79, wherein said fabric is through- 
air bonded by at least partially melting one of said first and second fiber segments. 

81 . The nonwoven fabric according to claim 78, wherein said second material 
has a heat shrinkage different from a heat shrinkage of the first material by at least 
approximately ten percent. 

82. The nonwoven fabric according to claim 78, wherein said first and second 
material are non-hydrophilic. 

83. The nonwoven fabric according to claim 78, wherein said first material 
comprises polypropylene and the second materia! comprises polyethylene terepthalate 
modified with isopthalic acid and a powdered transesterification Inhibitor. 
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second segments comprising a second material component having a Ineat 
shrinkage different from a heat shrinkage of the first material component; 

wherein said first segments are separable from said second segments by 
application of heat in line with fiber extnjsion to cause differential heat shrinkage of the 
5 first and second component materials. 

92. The plural-component fiber according to claim 91 , wherein said second 
material has a heat shrinkage different from a heat shrinkage of the first material by at 
least approximately ten percent. 

93. The plural-component fiber according to claim 91, wherein said first and 
10 second material are non-hydrophilic. 

94. The plural-component fiber according to claim 91 , wherein said plural- 
component fiber is a ribbon-shaped fiber. 

95. The plural-component fiber according to claim 94, wherein the ribbon- 
shaped fiber comprise alternating first and second segments. 

15 . 96. The plural-component fiber according to claim 91, wherein said plural- 

component fiber has a cross section in the shape of a cross, including a central 
segment comprising a first segment and a plurality of radial segments comprising 
second segments and extending radially outward from the central segment. 

97. The plural-component fiber according to claim 96, wherein said plural- 
20 component fiber further includes a plurality of radial segments comprising first segments 

and extending radially outward from said plurality of radial segments comprising second 
segments. 

98. The plural-component fiber according to claim 91 , wherein said first material 
component comprises polypropylene and the second material component comprises 



INTERNATIONAL PRELIMINARY EXAMINATION REPORT 



Inteniutioiini applicalion No. 
PCT/US98/2I378 



IV. Lack of unity of invention 



1. In response to the invitation to restrict or pay additional fees the applicant has: 
I I restricted the claims. 

[ x| paid additional fees. 

[ I paid additional fees under protest. 

[ I neither restricted nor paid additional fees. 

2. I — I This Authority found that the requirement of unity of invention is not complied w ith and chose, accorduig to Rule 68.1, 
' ' not to invite the applicant to restrict or pay additional fees. 



3. This Authority considers that the requirement of unity of invention in acconiance willi F-iulcs HI, 13.2 and 13.3 is 
I I complied with. 

[ x| not coti^Ued with for the following reasons: 

As applicant was previously notified this International Preliminary Examining Authority lias tbuiid plural inventions claimed 
in the International Application covered by the claims indicated below: 

This application contains the following inventions or groups of inventions which are not sd linked as to IVirm a single 
inventive concept under PCT Rule 13.1. In order for all inventions to be examined, the appropriate additional examination 
fees must be paid. 

Group I, claims 1-41 and 78-100 arc drawn to fibers, nonwovens and methods of making. 
Group II. claims 42-77 are drawn to machines. 



and it considers that the International Application does not comply with the requirements nf unity of invention (Rules 13.1, 
13.2 and 13.3) for the reasons indicated below: 

The inventions listed as Groups I & II do not relate to a single inventive concept under I'C T Kiilc 13.1 bccait.«ic. under PCT 
Rule 13^. they lack the same or corresponding special technical features tor the following reasons: The concept of 
designing machinery is a technical feature that is not found in the processes of making fibers or the fibers themselves. 



4. Consequently, the following parts of the intemational application were the subject of international preliminar\' examination 
in establishing this report: 

px] all parts. 

I I the parts relating to claims Nos. 
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WlPO 

INTERNATIONAL PRELIMINARY EXAMINATION REPOCT 
(PCT Article 36 and Rule 70) 



Per 



Applicant's or agent's file reference 
I0045.HIL 


FOR FURTHER ACrriON Notification of Transmittal of International 

Preliminary' Exaiiiiiiatiun Report (Ftirni PCT/IPEA/4 16) 


International application No. 
PCT/US98/21378 


International filing date (day/month /year) 
09 OCTOBER 1998 


Priori t\ date (day/month/year) 
09 OCTOBER 1997 


International Patent Classification (IPC) or national classification and IPC 
IPC(7): B29C 47/14; D02G 3/00 and US CI.: 156/167; 264, 147. 343; 425/66; 428/360. 374 


Applicant 
HILLS, INC. 



1. This international preliminary examination report has been prepared by litis hiternational Preliminary 
Examining Authority and is transmitted to the applicant according to Article 

2. This REPORT consists of a total of ^ sheets. 

This report is also accomf>anied by ANNEXES, i.e., sheets of the description, claims and/or drawings which have 
been amended and are the basis for this report and/or sheets containing rectiftcations made before this AiiUiorit>'. 
(see Rule 70.16 and Section 607 of the Administrative Instructions under tlic PCT). 

These annexes consist of a total of ^^-^ sheets. 



3. This report contains indications relating to the following items: 



I 


[xj 


II 


□ 


in 


□ 


IV 




V 




VI 


□ 


vn 


□ 


vm 


□ 



citations and explanations supporting such statement 



Date of submission of the demand 
22 APRIL 1999 


Date of completion of this report 
29 OCTOBER 1999 


Name and mailing address of the IPEA/US 
Commiuioner of Pstenta and Trademaiks 
Box PCT 

Wuhingtoo. D.C. 20231 
Facsimile No. (703) 305-3230 


Authorize J otVicer >^ 
I^BLAINE R. COPENHEAVER ^^^^ ^^^^'^ 
Telephone No. (703) 308-0661 
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INTERNATIONAL PRELIMINARY EXAMINATION REPORT 



International application No. 
FC'i".'l)S^J8.-21378 



I. Basis of the report 



1. This report has been drawn on the basis of (Subsmule sheets which have beeti fiinushed to the receiving Office in response to m imitation 
under Arlide Mare referred to in this report as "origi/alfy filed" and are fiot evmexed to the report since t/iey do not contain amendments): 



I I the international application as originally filed. 

I X| the description, pages (See Attached) , as originally filed. 



I x[ tlie claims. 



[ x[ the drawings. 



pages 
pages 
pages 



, filed with the demand. 
, filed with the letter of . 
, filed with the letter of . 



Nos. (See Attached) 

Nos. 

Nos. 

Nos. 

Nos. 



, as originally filed. 

, as amended under Article 19. 

, filed with the demand. 

, filed with the letter of 

, filed with the letter of 



sheets/fig (See Attached) 

sheets/ftg 

sheets/^ 

sheets/ltg 



, as originally filed. 
, filed with the demand. 
, filed with the letter of 
, t^led with the letter of 



2. The amendments have resulted in the cancellation of: 

I x| the description, pages ^Q^^ 

I x| the claims, Nos. 



NONE 



[ x| the drawings, sheets/fig NONE 



3. I I This report has been established as if (some of) the amendments had not been miidc, since llie)^ ha\ e been considered 
— to go beyond the disclosure as fded, as indicated in tlie .Supplommilal Box Additional obsciA ations lx;lo\v (Rule 70.2(c)). 



4. Additional observations, if necessary: 
NONE 
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INTERNATIONAL PRELIMINARY EXAMINATION REPORT 



Intcniational nppllcatiun No. 
PCT/US98/21378 



IV. Lack of unity of invention 



\. In response to the invitation to restrict or pay additional fees ihc applicant has: 
restricted the claims, 
paid additional fees, 
paid additional fees under protest, 
neither restricted nor paid additional fees. 



This Authority found that the requirement of unity of invention is not complied u itli and chose, according to Rule 68,1, 
not to invite the applicant to restrict or pay additional fees. 



3. This Authority consideis that the requirement of unity of invention in accordance witli Rules 1 3. 1, 13.2 and 1 3.3 is 
I I con^lied with. 

I x| not complied with for the following reasons: 

As applicant was previously notified this International Preliminary Examining Authority has tLUiiui plural invention.s claimed 
in the international Application covered by the ciaims indicated below: 

This application contains the following inventions or groups of inventions which are mn so linked as to furm a single 
inventive concept under PCT Rule 13.1. In order for all inventions to be examined, the appmpriate additional examination 
fees must be paid. 

Group I, claims 1-41 and 78-100 are drawn to fibers, nonwovens and methods of making. 
Group 11, claims 42-77 arc drawn to machines. 



and it considers that the International Application does not comply with the requirenieiit.s nl iinitx ot invcntiim (Rules 13.1, 
13.2 and 13.3) for the reasons indicated below: 

The inventions listed as Groups 1 & II do not relate to a single inventive concept under I'C l Rule 13.1 because, under PCT 
Rule 13^, they lack the same or corresponding special technical features Ibr the followinti rca.sons: The concept of 
designing machinery is a technical feature that is not found in the processes of making fibers or the fibers themselves. 



□ 
[1 
□ 
□ 



4. Consequently, the following parts of the international application were the subject of inlcniationat preliniinan- examination 
in estabHshing this report: 

flc] all parts. 

I I the parts relating to claims Nos. _. 



Forai PCT/lPEA/409 (Box IV) (January 1994)* 



INTERNATIONAL PRELIMINARY EXAMINATION REPORT 



Intemalioiial application No. 
PCT/US98/21378 



V. Reasoned statement under Article 35(2) with regard to novelty, inventive step or industrial applicabilitv'; 
citations and explanations supporting such statement 



1. STATEMENT 

Novelty (N) Claims 1-77, 83-87. 94. 95. 98-100 YES 

Claims 78-82, 88-93. 96. 97 NO 

Inventive Step (IS) Claims 1-77. 83-87. 94. 95. 98-100 YES 

Claims 78-82. 88-93. 96. 97 NO 

Industrial Applicability (lA) Claims 1-100 YES 

Claims NONE NO 



2. CITATIONS AND EXPLANATIONS 

Claims 78-82, 88-93, 96, and 97 lack novelty under PCT Article 33(2) as being anticipated by MATHES et al. MATHES et al. 
disclose a nonwoven web (Example 5), employing split multicomponent fibers. The miilticMmpoiient fibers comprise first and 
second non-hydrophilic materials which have a difference in heat shrinkage of at least 10*^b and can be crimped (caluinn 2, line 
61). The multicomponent fibers are split by contacting the web with water vapor at a temperature up to 130 degrees C. As 
shown in Figures 1-6, the multicomponent fibers can have various cross-section shapes and patterns (column 3. lines 37-40). 
Al! of the claimed subject matter is either literally or inherently disclosed in MATHES et al. Thus. MATHES et al. anticipated 
the claimed subject matter. The argument in the lener of 27 September 1999 that MATHES ct al. do not discln.se that the fiber 
segments are at least partially separated by heat applied in line with fiber extrusion is not persuasive, because it is the examiner's 
position that the claimed nonwoven fabric and fiber components are identical to the nonwoven fabric and fiber components of 
MATHES et al.. which are prepared by applying a heated water to the fibers after extrusion. It is noted that if the product in 
a product-by-process claim is the same as a product in the prior art which is prepared by a different process, the claim is not 
considered to be novel over the prior art product. 

Claims 1-77, 83-87, 94, 95, and 98-100 meet the criteria set out in PCT Article 33(2X3). because the prior art of record does 
not teach or fairly suggest the claimed invention wherein the fiber splitting is performed in tine \y\th fiber cxlioision. Also, 
the prior art of record docs not teach or fairly suggest the claimed invention wherein the muliicomponent fibers are ribbon- 
shaped. Also, the prior art of record does not teach or fairly suggest the claimed invention wherein at least one of the first or 
second materials comprise a polyethylene tcrcpthalate moditied with isopthalic acid and a powdered transcsterification 
inhibitor, a fluoropolymer, a silicone, or a foaming agent. Additionally, the prior art of record does not leach or fairly 
(Continued on Supplemental Sheet.) 
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(57) Abstract 

In-line fiber splitting in 
a spunbond process is achieved 
by differential heat shrinkage 
of two or more components 
of a plural-component fiber, 
such as a ribbon-shaped 
bi component fiber to produce 
a non woven fabric having 
superior properties. Two 
polymers that shrink to 
substantially different degrees 
upon application of heat are 
extruded from an array of 
orifices (32) of a spinneret 
(30) as components of 
plural-component fibers. 
Ribbon-shaped fibers having 
altemating first and second 
components having a difference 
in heat shrinkage of at least 
approximately ten percent 
result in a high degree of 
rapid separation of the fiber 
componen is . The array of 
plural-components fibers is 
drawn through an aspirator (36) 
and attenuated prior to being 
deposited on a web-forming 
belt (42) and conveyed to a 

heater (50) which heats the web to a temperature sufficient to cause differential heat shrinkage of the polymer components, thereby causing 
the fiber segments formed of the components to separate In less than approximately a second. After fiber separation, the web is bonded to 
form the nonwoven fabric. 
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METHOD AND APPARATUS FOR IN-LINE SPLITTING OF 
PLURAL-COMPONENT FIBERS AND FORMATION OF NONWOVEN FABRICS 



CROSS REFERENCE TO RELATED APPLICATIONS 



This application claims priority from U.S. Provisional Patent Application Serial 
No, 60/061,460, entitled "In Line Splitting of Bicomponent Fibers in Nonwovens 
Processes and Fabrics", filed October 9, 1997. The disclosure of that provisional patent 
application is incorporated herein by reference in its entirety. 



Field of the Invention: 

The present invention relates to a method and apparatus for producing 
nonwoven fabrics and, in particular, to a spunbond process for manufacturing fabrics 
wherein individual constituent fiber components of extruded plural-component synthetic 
10 fibers are separated by differential heat shrinkage into microfibers in line with the 
extrusion of the plural-component fibers. 

Description of the Related Art 

Various attempts have been made to produce nonwoven fabrics having 
improved characteristics, such as greater bulkiness and softness, superior flexibility and 

15 drape, and better barrier and filtration properties for use in products such as disposable 
absorbent articles, medical garments and filtration materials. It has been found that 
nonwoven fabrics having desirable qualities can be manufactured from splittable plural- 
component fibers. Such plural-component fibers typically include at least two different 
polymers arranged as microfilaments or segments across the cross section of the fiber, 

20 which segments extend continuously along the length of the fiber. By separating these 
plural-component fibers into their constituent segments after extrusion, a fine denier 
fabric with desirable characteristics can be produced. 



5 



BACKGROUND OF THE INVENTION 
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A number of known techniques have been used to separate the individual 
segnnents of plural-component fibers. Specifically, fiber segments can be separated by 
applying mechanical force to the fibers, such as high pressure water jets, beating, 
carding, calendering, or other mechanical working of the fibers. Alternatively, one of 
5 the components of the plural-component fibers can be dissolved by a solvent applied 
to the fiber, such that segments formed of the undissolved component remain. 

U.S. Patent No. 5,783,503 to Gillespie et al., incorporated herein by reference 
in its entirety, discloses splitting plural-component fibers during free fall from a spinneret 
from which the fibers are extruded, and prior to deposition of the fibers onto a collection 

10 surface such as a fomning table or belt. U.S. Patent No. 5,783.503 discloses a number 
of possible techniques for splitting the fibers, including: drawing and stretching or 
attenuating the fibers in a pressurized gaseous stream of air or steam; developing a 
triboelectric charge in at least one of the components; applying an external field to the 
fibers; and subjecting the failing fibers to air turbulence. These techniques rely on a 

15 number of properties of the different polymer components, including: miscibility, 
differences in melting points, crystalllnity, viscosity, conductivity, and the ability to 
develop a triboelectric charge. 

Since the system disclosed in U.S. Patent No. 5,783,503 requires the separation 
process to be essentially completed during free fall of the fibers and prior to deposition 

20 of the fibers onto the forming surface, It is necessary to position additional equipment 
or equipment having specific features along the vertical path of the fibers to effect 
separation. For example, means for producing attenuation at a specific low pressure, 
means for applying steam, means for providing Increased air turbulence, and/or means 
for applying an externa! electric field may be necessary to achieve adequate fiber 

25 splitting. The equipment required to produce these effects may significantly increase 
the complexity or expense of the system and may constrain the process to certain 
operational parameters. Further, it may be necessary to mix additives into the polymers 
In order to modify properties of the polymers to achieve adequate separation. 

U.S. Patent No. 5,759,926, incorporated herein by reference In its entirety. 
0 discloses another technique for separating segments of plural-component fibers, 
wherein a hot aqueous solution Is applied to the web to induce splitting. Specifically, 
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the fiber web is transported through a hot water bath or sprayed with steam or a mixture 
of steam and air. At least one of the polymer components of the plural-component 
fibers must be naturally hydrophilic or hydrophilically modified, and the polymers must 
have a difference in solubility parameter of at least 0.5 (cal/cm^)^'^. When the water or 
5 steam is applied to the web, the segments formed of the hydrophilic polymer adsorb the 
moisture and separate from the less or non-hydrophilic polymer segments. That is. the 
mechanism used to achieve fiber separation is the adsorption of water by the 
hydrophilic polymer. 

The system disclosed in U.S. Patent No. 5.759,926 has a number of significant 

1 0 limitations. Because separation of the fiber segments is caused by adsorption of water, 
it may be necessary to expose the fibers to the hot aqueous solution for a substantial 
period of time. Specifically, the separation process can take up to thirty seconds to 
complete, thereby significantly limiting the rate at which the web can be transported and 
formed. Moreover, because the process requires application of a hot aqueous soluiion 

1 5 to the web, a drum drier is required to dry the web prior to bonding, which adds a time 
consuming step and substantially increases the cost and complexity of the system. 

Accordingly, there remains a need for a system capable of achieving in-line fiber 
splitting in a simple. Inexpensive and rapid spunbond process to form nonwoven fabrics 
having a fine denier and good fabric characteristics. 

20 SUMMARY OF THE INVENTION 

It is an object of the present invention to produce a nonwoven fabric having 
superior properties, such as good coverage (i.e., no openings or gaps), bulkiness, 
softness, flexibility and drape, and good barrier properties. 

It is a further object of the present invention to achieve a high degree of 
25 separation between segments of plural-component fibers in an in-line spunbond 
process to produce a nonwoven fabric having a fine denier. 

It is another object of the present invention to rapidly separate constituent fiber 
segments of plural-component fibers in an in-line spunbond process using a relatively 
simple, reliable and inexpensive mechanism. 
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It is yet another object of the present invention to employ differential heat 
shrinkage of polymer components to cause separation of fiber segments of plural- 
component fibers. 

The aforesaid objects are achieved individually and in combination, and it is not 
5 intended that the present invention be construed as requiring two or more of the objects 
to be combined unless expressly required by the claims attached hereto. 

According to the present Invention, in-line fiber splitting in a spunbond process 
is achieved by differential heat shrinkage of two or more components of a plural- 
component fiber, such as a ribbon-shaped bicomponent fiber. Two or more polymers 

10 that shrink to substantially different degrees upon application of heat are extruded from 
an array of orifices of a spinneret as interieaved or alternating components of plural- 
component fibers. The array of plural-component fibers is drawn through an aspirator 
and attenuated prior to being deposited on a web-forming belt. Once on the belt, the 
fiber web is conveyed to a heater which heats the web to a temperature sufficient to 

1 5 cause differential heat shrinkage of the polymer components, thereby causing the fiber 
segments formed of the components to separate: — AfterfttJer separation, the web is 
bonded to form the non woven fabric. 

To achieve a high degree of rapid separation, the polymer components of the 
plural-component fibers of the present invention preferably have a difference in heat 

20 shrinkage of at least approximately ten percent. It has been found by the present 
inventors that a bicomponent ribbon-shaped fiber having alternating first and second 
fiber segments respectively formed of two different polymer components results in 
superior component separation and produces a nonwoven fabric with exceptional 
qualities. 

25 Heating of the web to cause differential shrinkage is accomplished using blown 

hot air, blown steam, radiant heat, or other methods of applying heat and combinations 
thereof. The heating unit, disposed along the web transport path, heats the fibers to a 
temperature sufficient to effect differential shrinkage and fiber splitting, preferably in less 
that one second. 

30 The quick separation obtained using differential heat shrinkage of the fiber 

components makes it possible to produce a spunbonded fabric, wherein component 
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separation takes place in-line with fiber extrusion in a spunbond process. Specifically, 
when fiber component separation Is achieved in seconds or less than a second, the 
web bonding can be done in an in-line operation immediately following fiber extrusion, 
web formation and fiber component separation. The in-line spunbond process of the 
5 present invention produces a fine denier nonwoven fabric having desirable properties 
such as improved bulkiness, softness, flexibility, drape, and barrier and filtration 
properties. 

The above and still further objects, features and advantages of the present 
invention will become apparent upon consideration of the following detailed description 
10 of a specific embodiment thereof, particularty when taken in conjunction with the 
accompanying drawings wherein like reference numerals in the various figures are 
utilized to designate like components. 

BRIEF DESCRIPTION OF THE DRAWINGS 
Fig. 1 is a diagrammatic view of an apparatus for performing a spunbond 
15 process employing fiber splitting in line with fiber extrusion to form a nonwoven fabric. 

Fig. 2 is a cross-sectional view of a bicomponent fiber having a circular cross 
section and wedge-shaped segments. 

Fig. 3 is a cross-sectional view of a hollow bicomponent fiber having a circular 
cross section. 

20 Fig. 4 is a cross-sectional view of a five-segment bicomponent fiber having a 

cross-shaped cross section. 

Fig. 5 is a cross-sectional view of a nine-segment bicomponent fiber having a 
cross-shaped cross section. 

Fig. 6 is a cross-sectional view of a ten-segment ribbon-shaped bicomponent 

25 fiber, 

DESCRIPTION OF THE PREFERRED EMBODIMENTS 
In accordance with an exemplary embodiment of the present invention, in-line 
fiber splitting in a spunbond process is achieved by differential heat shrinkage of two 
or more components of a plural-component fiber, such as a ribbon-shaped fiber or a 
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fiber with another suitable cross-sectional shape. The term "spunbond" refers to a 
process of forming a nonwoven fabric or web from small diameter fibers or filaments 
produced by extruding molten polymers from orifices of a spinneret. The filaments are 
drawn as they cool and are randomly laid on a forming surface, such that the filaments 
5 form a nonwoven web. The web is subsequently bonded using one of several known 
techniques to form the nonwoven fabric. The ternn "in-line", as used herein refers to a 
process wherein fiber extrusion, splitting and web formation are perfomned in a single, 
continuous process (i.e., not in-line would be if the extruded fibers are made into a roll 
and then split or formed into a web separately). 

10 Fig. 1 diagrammatically illustrates an apparatus 10 for producing a nonwoven 

fabric according to the spunbond process of the present invention. Apparatus 10 
includes hoppers 12 and 14 into which pellets of two different polymers, polymers A and 
B described hereinbelow, are respectively placed. Polymers A and B are respectively 
fed from hoppers 12 and 14 to screw extruders 15 and 18 which melt the polymera. 

15 The molten polymers respectively flow through heated pipes 20 and 22 to metering 
pumps 24 and 26. which in turn feed the two polymer streams to a suitable spin pack 
28 with intemal parts for forming bicomponent fibers of a chosen cross-section and 
number of segments. As used herein, the terms "segment" and "microfiber" refer to a 
portion of a fiber having a composition that is distinct from the composition of another 

20 portion of the fiber, and the term "bicomponent" refers to a fiber having two or more 
segments, wherein at least one of the segments comprises one material or component 
(e.g., a polymer), and the remaining segments comprise another, different material or 
component. The term "plural-component", as used herein, refers to a fiber having two 
or more segments, wherein each segment comprises one of at least two different 

25 materials or components which make up the fiber (thus, a bicomponent fiber is a type 
of plural-component fiber). 
fs Spin pack 28 includes a spinneret 30 with orifices 32 which shape the 

bicomponent fibers extruded therethrough. For example, orifices 32 may be arranged 
in a substantially horizontal, rectangular array, with each orifice extruding an individual 

30 plural-component fiber. 
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Various bicomponent fiber cross-sections that are suitable for use with the 
present invention are shown in Figs. 2-6. A fiber having a substantially round cross- 
section with eight wedge-shaped segments or "pieces of pie" is shown in Fig. 2. The 
wedge-shaped segments are altemately formed of two different polymers A and B, such 
5 that adjacent segments are formed of different polymers. Fibers having the cross- 
section shown in Fig, 2 and methods of making them are disclosed in U.S. Patent No. 
3,117,362, the disclosure of which is incorporated herein by reference in its entirety. 

While the plural-component fiber arrangement shown in Fig. 2 Is generally 
suitable for the present invention, difficulty in separating the fiber segments can be 

10 encountered, particularly where the segments do not meet at a sharp point at the fiber 
center. Fig. 3 illustrates a plural-component fiber having a cross-section similar to that 
shown in Fig. 2, except that the fiber is hollow, such that the wedge-shaped segments 
do not extend completely to the center. Because the segments made of like polymers 
cannot be connected to each other near the fiber center, the segments of the hollow 

15 fiber shown in Fig. 3 more readily and consistently separate than those of the solid 
plural-component fiber shown in Fig. 2. The fib er ohown i n F ig. 3 can be made using 
the same extrusion technique as the fiber shown in Fig. 2 but with a spinneret that 
produces a hollow fiber. Fibers of this type are disclosed In U.S. Patent Nos. 4,051 ,287 
and 4,109,038, the disclosures of which are incorporated herein by reference in their 

20 entirety. 

Fig. 4 illustrates a five-segment plural-component fiber having a cross section 
in the shape of a cross, wherein four polymer A segments extend radially outward at 
four, 90°-spaced points from a central, polymer B segment. Fig. 5 illustrates another 
cross-shaped plural-component fiber cross section, having a central, polymer B 
25 segment, four, 90°-spaced polymer A segments extending radially from the central 
segment, and four additional polymer B segments extending radially further outward 
from the ends of the four polymer A segments, respectively, for a total of nine separable 
segments. 

A ten-segment bicomponent fiber having a ribbon-shaped cross-section with 
30 alternating polymer A and polymer B segments disposed side-by-side is shown in Fig. 
6. Each segment adjoins adjacent segments along lines extending substantially 
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perpendicular to the longer edge of the ribbon, such that the segments have a generally 
rectangular cross section. It has been experimentally found by the present inventors 
that, where splitting of the fiber segments is achieved using differential heat shrinkage 
of two different polymer components, the plural-component fiber having a ribbon- 
5 shaped cross-section provides faster and more complete segment separation relative 
to plural-component fibers having other cross sections. Moreover, when incomplete 
splitting of the fibers occurs, the ribbon-shaped fiber still results in a very soft fabric 
relative to other fiber cross-sections, because of the shape of the ribbon produces a 
very low bending modulus (i.e., the unseparated portions of the ribbon fibers can still 

10 twist and bend in three dimensions, and the adjoining separated portion of the fibers 
have a high degree of freedom to bend in different directions relative to each other). 
Thus, in accordance with the present invention, use of plural-component fibers having 
a ribbon-shaped cross section with segments of alternating components is preferable 
to use of plural-component fibers having the other cross sections described 

1 5 hereinabove, because: 1 ) they split easily and almost totally; and 2) to the extend that 
the fiber segments do not separate, the unsplit ribbon-shaped fiber is by far softer than 
unsplit fibers of other cross sections. 

Referring again to Fig. 1 , an array of bicomponent or plural-component fibers 34 
exit the spinneret 30 of spin pack 28 and are pulled downward and attenuated by an 

20 aspirator 36 which is fed by compressed air or steam from pipe 38. Aspirator 36 can 
be, for example, of the gun type or of the slot type, extending across the full width of the 
fiber an^ay, i.e., in the direction corresponding to the width of the web to be formed by 
the fibers. A typical spinneret and aspirator arrangement useful for this process is 
illustrated in U.S. Patent No. 3,802,817, the disclosure of which is incorporated herein 

25 by reference in its entirety. 

Aspirator 36 delivers attenuated fibers 40 onto a web-fomning screen belt 42 
which is supported and driven by rolls 44 and 46. A suction box 48 is connected to a 
fan (not shown) to pull room air (at the ambient temperature) through screen belt 42 and 
cause fibers 40 to form a nonwoven web on screen 42. 

30 Once the web is formed on screen 42, the web is heated to cause differential 

heat shrinkage of the two component materials of the fibers. Specifically, when heated 
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to a temperature beiow their melting points, one of polymers (e.g., polymer B) shrinks, 
relative to its unheated size, more than the other polymer (e.g., polymer A) shrinks 
relative to its unheated size. A difference in heat shrinkage between the two polymers 
can be measured as the percent shrinkage of polymer B minus the percent shrinkage 
5 of polymer A. When the difference in heat shrinkage is significant, crimping and 
separation of the fiber segments occurs. A high degree of crimping and splitting 
(separation) of the plural-component fibers is desirable, since a lofty or bulky nonwoven 
fabric having good softness, flexibility and drape characteristics and barrier properties 
results. 

10 It has been experimentally found by the present inventors that two components 

of a plural-component fiber having a difference in heat shrinkage of at least 
approximately ten percent provide a high degree of rapid separation of the components 
of the fiber into individual segments under the heating conditions of the present 
invention, and higher heat shrinkage differences result in even more complete and rapid 

15 separation. Conversely, it has been experimentally found by the present inventors that, 
in the absence of other split-inducing measures, with polymers having a difference in 
heat shrinkage of less than approximately ten percent, reduced or insufficient 
separation of the segments results, and additional measures may be required to 
sufficiently separate the segments of the plural-component fibers. Consequently, in 

20 accordance with the present invention, the polymers of the extruded plural-component 
fibers preferably have a difference in heat shrinkage of at least approximately ten 
percent under the heating conditions applied in the system of the present invention 
(e.g., taking into account the velocity of the fibers exiting the aspirator, the fiber and 
microfiber deniers and the weight of the web per unit area, the speed of the belt, the 

25 temperature and duration of the heat applied and the type of heat). More preferably, 
the polymers of the extruded plural-component fibers have a difference in heat 
shrinkage of at least approximately twenty percent, and still more preferably greater 
than twenty-five percent. 

A particulariy advantageous combination of polymers has been found by the 

30 present inventors to be the combination of polypropylene (polymer A) and polyethylene 
terepthalate (PET) modified with 20 mole percent purified isopthaiic acid and a 
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powdered transesterification inhibitor (GE Ultranox 626) (polymer B), which have a 
difference In heat shrinkage of approximately thirty percent under the heating conditions 
of the present invention. 

Referring once again to Fig. 1 , to differentially heat shrink the plural-component 
5 fibers, the web formed on web-forming belt 42 passes in close proximity to (e.g., directly 
under or over) a heating unit 50 which causes the temperature of the fibers of the web 
to increase to a temperature at which differential heat shrinkage of polymers A and B 
occurs, thereby causing the plural-component fibers to separate into their constituent 
segments. That is, the temperature of the web is raised to a temperature below the 

10 melting points of polymer A and polymer B but high enough to sufficiently shrink at least 
one of the two polymers to cause separation between adjacent segments of the fibers. 
As used herein, the terms "separation" and "separate" connote substantial detachment 
of segments from adjacent segments along at least a substantial portion of the 
longitudinal extent of the segments, but do not require total separation (although total 

15 separation or nearly total separation is desirable and can be achieved with certain 
polymer and process combinations). 

Although substantial crimping of the fibers is not required by the present 
invention, some crimping of the fibers may occur in addition to fiber splitting to further 
increase the softness and bulkiness of the fabric. For example, some degree of 

20 crimping of the fiber segments typically occurs at the time of initial shrinkage, the 
segments of the unseparated portions of the fibers experience significant crimping due 
to the shrinkage difference between the unseparated segments, and the segments of 
the separated portions of the fibers may also experience some degree of crimping, 
depending on the particular polymer components and the process conditions. 

25 Heating unit 50 can supply any type of heat suitable for causing differential heat 

shrinkage and separation of the fiber components, including, but not limited to: hot air 
blown through the web (convection heating); steam blown through the web; radiant 
heat; and combinations thereof. As used herein, the terms "heater" and "heating unit" 
may include a single heater element or device or multiple heaters arranged serially 

30 along the web-conveying belt. It should be understood that, while the heat applied may 
be in the form of steam, separation of the components is caused by the heating of the 
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fiber and not as a result of adsorption of moisture or because the heat is conveyed in 
the form of moisture. That is, the polymer components of the ptural-component fibers 
of the present invention need not be hydrophilic; in fact, the polymer components of the 
fibers of the present invention preferably are not hydrophilic. 
5 The use of heat to separate fiber segments by differential heat shrinkage in 

accordance with the present invention results in much faster separation than prior art 
systems relying on adsorption of water by a hydrophilic polymer to separate plural- 
component fibers. For example, use of heat to separate the above-described 
polypropylene and modified PET polymers results in rapid and nearly total separation 

10 of the segments formed of these polymers when heat is applied to a portion of a moving 
web for less than approximately one second. Specifically, the modified PET begins to 
experience significant heat shrinkage when the fibers are heated to temperatures above 
approximately 200 °F, which can be reached very quickly with blown hot air or steam 
or even radiant heat. In the experimental examples, the temperature of the web was 

15 rapidly raised to 250 °F ± 15 °F, immediately causing a high degree shrinkage of the 
modified PET and, consequently, fiber segment separation (under these conditions, 
polypropylene does not experience significant shrinkage). 

It has been found by the present inventors that the time required to heat a 
portion of the web in order to substantially complete the shrinkage process and cause 

20 separation of the fibers is a function of the fabric thickness or weight per unit area, with 
heating time increasing generally lineariy with unit thickness or weight. Further, within 
the range of temperatures which cause differential heat shrinkage, higher temperatures 
reduce the time required to substantially complete the shrinkage process. The heating 
time can be controlled by the speed of the belt conveying the web and/or the length of 

25 the portion of the web directly receiving heat from the heater (i.e., the length of the 
heater in the belt moving direction). Preferably, the heating parameters are such that 
differential shrinkage can be corripleted in less than approximately one second so that 
the heating unit is of a reasonable length at the belt speeds typically used in to 
manufacture no n woven fabrics in an in-line spunbond process (e.g., hundreds of 

30 meters/minute). 
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Referring yet again to Fig. 1, after heat is applied to cause differential heat 
shrinl<age and separation of the plural-component fibers, the web passes through an 
optional compaction roll 52 and then leaves the screen and passes through a nip 
formed by heated calender rolls 54 and 56. One of the calender rolls is embossed to 
5 have raised nodules which fuse the fibers together only at the points where the nodules 
contact the web, leaving the fibers between the bond points still bulky and giving the 
resultant bonded nonwoven fabric good flexibility and drape. 

The present invention is not limited to above-described bonding process, and 
other conventional bonding techniques can be employed, including, but not limited to: 

10 through-air bonding (particularly useful with the low melt temperature normally seen 
with high shrinkage components); needle punching: and hydroentangling (i.e., use of 
high-pressure water jets), in particular, in accordance with the through-air bonding 
technique, as heat is applied to the web, the temperature of the web rises to a point at 
which differential shrinkage of the high-shrinkage polymer component occurs. As heat 

15 continues to be applied, the temperature of the web rises to a temperature to a point 
at which the high-shrinkage polymer becomes tacky and begins to melt, allowing the 
segments formed of high-shrinkage polymer to bond to adjacent polymers. 

While described in the context of a spunbond process, the differential heat 
shrinkage technique of the present invention can be applied to web or fabric fomning 

20 processes that do not require bonding of the fibers. For example, the differential heat 
shrinkage technique can be applied in spunlaid processes. 

The present invention is not limited to the particular apparatus and processes 
described in connection with Fig. 1, and additional or modified processing techniques 
are considered to be within the scope of the invention. For example, one or more 

25 godets may be used prior to the aspirator for drawing and/or relaxing the fibers. A 
downstream godet may be operated at higher speed than an upstream godet to stretch 
the fibers, or a downstream godet may be operated at a lower speed than an upstream 
godet to relax the fibers. 

While the above-described embodiment of the present invention relies principally 

30 on differential heat shrinkage of the web after deposition of the plural-component fibers 
on the web-forming surface, in accordance with the present invention, measures may 
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be taken to effect differential heat shrinkage and fiber splitting prior to deposition of the 
fibers onto the web-fornning surface. Techniques which result in splitting or partial 
splitting of the fibers before laydown on the web-forming belt may result in a fabric with 
better coverage (free of open areas In the web) as well as the other advantageous 
5 fabric qualities described herein, as the fiber segments are able to lay down on the belt 
independently of each other, in a manner as if the segments had been actually spun 
with low deniers on the order of 0.1 denier/filament. Specifically, the aforementioned 
godet(s) may be heated to assist the differential heat shrinkage of the fibers to facilitate 
splitting, and/or another conductive heating device, such as a hot plate, can be 

1 0 employed for this purpose. 

Hot air and/or steam (saturated or superheated) can be applied to the fibers in 
the aspirator to cause the differential heat shrinkage fiber components to split before 
reaching the belt. A similar result can be achieved by direct heating of the aspirator to 
a temperature warm enough to induce differential shrinkage (but not warm enough to 

1 5 melt either component). 

Various splitting aids can also be employed, including, but not limited to: 
fluoropolymer or silicone compounds in one or more of the polymer components to 
make the components slippery and more prone to split; foaming agents in one or more 
of the components which induce swelling of one component relative to the other 

20 component; and use of ultrasonics In addition to heat to excite the two polymer 
components to enhance relative movement and splitting. 

The fine fiber segments separated by the system of the present invention 
produce a desirably softer fabric with greater loftiness and bulkiness than nonwoven 
fabrics made from known spunbond processes. Various additional improved fabric 

25 properties, such as good fabric drape, high filtration, barrier properties, and coverage 
at low weight are also achieved with the ultra-low denier per filament resulting from the 
split fibers of the present invention. The nonwoven fabric formed by the process of the 
present invention is useful in any product where a fluffy nonwoven fabric is useful, such 
a thin sheets of padding. The nonwoven fabric of the present invention can be used in 

30 a variety of other commercial products including, but not limited to: softer diaper liners 
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or other disposable absorbent articles; medical fabrics having barrier properties; and 
filtration media. 

The following examples, carried out using the apparatus shown in Fig. 1, are 
provided for illustration purposes, and the invention is not limited thereto. 

5 EXAMPLES 
Example 1 

A splnpack was utilized which produced 198 self-crimping fibers in a rectangular 
array, each fiber having a ten-segment, ribbon cross-section, with alternating polymer 
A and polymer B segments, as shown in Fig. 6. Polymers A and B were pumped at 
1 0 equal rates of 0.20 grams/minute/spinneret orifice, totaling 0.41 grams/minute/spinneret 
orifice. Each spinneret orifice was 0.8 mm long and had a 0.2 mm x 2.0 mm cross- 
section to produce the ribbon-shaped fibers. 

rijiyiiici y-v vvao i£. ivii i\ |jOiy^iu|jyici ic ruiyiiiCJi D wat> cl Miyn ialllll liVciy C type 

of co-polyester obtained from Amoco Chemical Company, specifically, polyethylene 

15 terepthalate modified with 20 mole percent purified isopthalic acid and a powdered 
transesterification inhibitor (GE Ultranox 626). The extruded ribbon fibers were drawn 
through an aspirator having a six inch wide slot with a 0.015 inch gap. Room 
temperature compressed air at 20 psig was used to feed the aspirator, producing a fiber 
velocity through the six inch wide slot aspirator of approximately 3000 meters/minute. 

20 No appreciable splitting of the ribbon fibers exiting the aspirator was observed. 

The attenuated fibers exiting the aspirator were delivered onto a screen belt, 
fomning a web four inches wide. The belt speed was set to 30 meters/minute to yield 
a fabric weight of 1 .6 ounces/square yard. The fiber denier was 1 .6, giving 0.1 6 denier 
for each of the 10 segments in each ribbon fiber. A radiant heater was positioned one 

25 inch above the web lying on the belt. The heating area was approximately 20 inches 
in the belt running direction and six inches In the width direction. Twelve hundred 
(1200) watts of radiant heat (approximately 10 watts/sq. inch, heating the web to 250*='F 
±15°F for approximately 1 second) from the heater was used to differentially shrink the 
fibers, thereby crimping and separating the individual fiber segments to yield a very soft, 

30 bulky web. 
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The web was passed through a compaction roll having a compaction roll 
pressure of 40 pounds per inch of width. The web was hot pattem calendered, with a 
calender roll temperature of 220°F, yielding a fabric with good softness and drape as 
well as exceptional coverage, filtration and barrier properties. 

5 Example 2 

Example 1 was repeated with the same setup, except that the pump speeds 
were reduced equally so that each spinning orifice delivered 0.18 grams/minute (0.09 
grams/minute for each polymer), and the aspirator air pressure was reduced to 15 psig, 
resulting in a fiber exit velocity from the aspirator of 1900 meters/minute. The fiber 
10 denier was 1.1 (0.11 denier per segment). The belt speed of 30 meters/minute yielded 
a fabric weight of 0.5 ounce/square yard of fabric. Again, a desirable fabric with 
exceptional softness and other properties was produced. 

Example 3 

Example 1 was repeated with the same setup, except that the pump speeds 
15 were increased equally so that each spinning orifice delivered 0.7 grams/minute (0.35 
grams/minute for each polymer), and the aspirator air pressure was increased to 25 
psig, resulting in a fiber exit velocity from the aspirator of 5000 meters/minute, and the 
fiber denier was 2.5 (0.25 denier per segment). The belt speed of 30 meters/minute 
yielded a fabric weight of 0.5 ounce/square yard of fabric. Again, a desirable fabric with 
20 exceptional softness and other properties was produced. 

To produce a fabric with a finer denier, the above example can be repeated with 
ribbon fibers having 20 or 40 segments of altemating A and B polymers. Thus, for 
example, at a belt speed of 30 meters/minute, yielding a fabric weight of 0.5 
ounce/square yard of fabric with a fiber denier of 2.4, a 20 segment fiber results in a 
25 0.12 denier per segment fabric, and a 40 segment fiber results in a 0.06 denier per 
segment fabric. 

In a manufacturing environment, to economically produce a nonwoven fabric in 
an in-line spunkx)nd process, the belt speed is preferably an order of magnitude higher 
than the belt speed used in the above experiment (e.g., up to approximately 600 mpm). 
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The rapid (e.g., a fraction of a second) separation of the plural-component fibers 
achieved by the differential heat shrinkage technique of the present invention allows 
nonwoven fabrics formed from split, plural-component fibers to be manufactured In an 
in-line spunbond process at these high belt speeds with a heating unit and belt of a 
modest length, thereby making in-line spunbond processing of splittable plural- 
component fibers more economically attractive. 

As can be seen from the above examples, a fine denier nonwoven fabric having 
desirable properties such improved bulkiness, softness, drape, and barrier properties 
can be produced from the in-line spunbond process of the present invention employing 
differential heat shrinkage of ribbon-shaped plural-component fibers to cause a high 
degree of fiber segment separation. 

Having described preferred embodiments of a new and improved method and 
apparatus for in-line splitting of plural-component fibers and formation of nonwoven 
fabrics, it is believed that other modifications, variations and changes will be suggested 
to those skilled in the art in view of the teachings set forth herein. It is therefore to be 
understood that all such variations, modifications and changes are believed to fall within 
the scope of the present invention as defined by the appended claims. 
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What is Claimed is: 

1. A method of fomning a nonwoven fabric from a process employing fiber 
splitting in line with fiber extrusion, the method comprising the steps of: 

extruding an an^ay of plural-component fibers, each comprising first and second 
materials having a relative difference in heat shrinkage; 

depositing the array of plural-component fibers onto a moving surface to form a 

web; 

applying heat to the web to cause separation between segments of the plural- 
component fibers comprising the first material and segments of the plural-component 
fibers comprising the second material due to differential heat shrinkage of the first and 
second materials; and 

processing the web to form the nonwoven fabric. 

2. The method according to claim 1, wherein said processing step includes 
bonding of the web to form a spunbonded fabric. 

3. The method according to claim 1 , wherein the first and second materials have 
a difference in heat shrinkage of at least approximately ten percent. 

4. The method according to claim 1, wherein said applying step includes 
blowing hot air, steam or a combination of hot air and steam through the web. 

5. The method according to claim 1, wherein said applying step includes 
applying radiant heat to the web. 

6. The method according to claim 1, wherein said first and second materials are 
non-hydrophilic. 

7. The method according to claim 1, wherein said extruding step includes 
forming the plural-component fibers as ribbon-shaped fibers. 
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8. The method according to claim 7, wherein the ribbon-shaped fibers comprise 
segments of the first material interieaved with segments of the second material. 

9. The method according to claim 8, wherein the ribbon-shaped fibers are 
bicomponent fibers comprising alternating segments of the first material and segments 
of the second material. 

10. The method according to claim 1, wherein said extruding step includes 
forming plural-component fibers having a cross section in the shape of a cross, 
including a central segment comprising the first material and a plurality of radial 
segments comprising the second material and extending radially outward from the 
central segment. 

11. The method according to claim 10, wherein the plurai-component fibers 
formed in said extruding step further Include a plurality of radial segments comprising 
the first material and extending radially outwar d from oQ i d p Kjrality of radial segments 
comprising the second material. 

12. The method according to claim 1, wherein said applying step includes 
moving the web past a heating unit at a rate that allows the segments of the plural- 
component fibers of a portion of the web to separate while the portion of the web is 
receiving heat from the heating unit. 

13. The method according to claim 12, wherein the portion of the web receives 
heat from the heating unit for less than approximately one second. 

14. The method according to claim 1 , wherein differential heat shrinkage of the 
segments of a portion of the web and resultant fiber separation is substantially 
completed from application of less than approximately one second of heat. 
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15. The method according to claim 1, wherein said extruding step includes 
extruding plural-component fibers comprising: polypropylene; and polyethylene 
terepthalate modified with isopthalic acid and a powdered transesterification inhibitor. 

16. The method according to claim 1 , further comprising the step of attenuating 
the extruded array of plural-component fibers prior to depositing the array of plural- 
component fibers onto the moving surface. 

17. The method according to claim 16, wherein said attenuating step includes 
drawing the array of plural-component fibers through an aspirator. 

18. The method according to claim 16, wherein said attenuating step includes 
using at least one godet to draw or relax the array of plural-component fibers. 

19. The method according to claim 1, wherein application of heat to the web 
causes the plural-component fibers to crimp. 

20. The method according to claim 1 , wherein no substantial separation of the 
segments of the plural-component fibers occurs prior to application of the heat to the 
web. 

21. The method according to claim 1, wherein said processing step comprises 
through-air bonding of the web by heating the web to a temperature at which segments 
formed of one of said first and second materials begin to melt and adhere to adjacent 
segments. 

22. A method of forming a nonwoven fabric from a process employing fiber 
splitting in line with fiber extrusion, the method comprising the steps of: 

extruding an array of plural-component fibers, each comprising first and second 
materials having a relative difference in heat shrinkage; 
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applying heat to the array of plural-component fibers to cause separation 
between segments of the plural-component fibers comprising the first material and 
segments of the plural-component fibers comprising the second material due to 
differential heat shrinkage of the first and second materials; 

depositing the separated plural-component fibers onto a moving surface to form 
a web; and 

processing the web to form the nonwoven fabric. 

23. The method according to claim 22, wherein said processing step includes 
bonding of the web to form a spunbonded fabric. 

24. The method according to claim 22, wherein the first and second materials 
have a difference in heat shrinkage of at least approximately ten percent. 

25. The method according to claim 22, wherein said applying step includes 
blowing hot air, steam or a combination of hot air and steam through the array of plural- 
component fibers. 

26. The method according to claim 22, wherein said applying step includes 
applying radiant heat to the array of plural-component fibers. 

27. The method according to claim 22, wherein said first and second materials 
are non-hydrophilic. 

28. The method according to claim 22, wherein said extruding step includes 
forming the plural-component fibers as ribbon-shaped fibers. 

29. The method according to claim 28, wherein the ribbon-shaped fibers 
comprise segments of the first material interleaved with segments of the second 
material. 
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30. The method according to claim 29, wherein the ribbon-shaped fibers are 
bicomponent fibers comprising alternating segments of the first material and segments 
of the second material. 

31. The method according to claim 22, wherein said extmding step includes 
forming plural-component fibers having a cross section in the shape of a cross, 
including a central segment comprising the first material and a plurality of radial 
segments comprising the second material and extending radially outward from the 
central segment. 

32. The method according to claim 31, wherein the plural-component fibers 
formed in said extruding step further include a plurality of radial segments comprising 
the first material and extending radially outward from said plurality of radial segments 

33. The method according to claim 22, whcro i n diffor e?ntial heat shrinkage of the 
segments at a point along the plural-component fibers and resultant fiber separation is 
substantially completed from application of less than approximately one second of heat. 

34. The method according to claim 22, wherein said extruding step includes 
extruding plural-component fibers comprising: polypropylene; and polyethylene 
terepthalate modified with isopthalic acid and a powdered transesterification inhibitor 

35. The method according to claim 22, further comprising the step of attenuating 
the extruded array of plural-component fibers prior to depositing the array of plural- 
component fibers onto the moving surface. 

36. The method according to claim 35, wherein said attenuating step includes 
drawing the array of plural-component fibers through an aspirator. 
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37. The method according to claim 36, wherein the aspirator applies hot air 
and/or steam to the an^ay of plural-component fibers to cause differential heat shrinkage 
of the segments of the plural-component fibers prior to reaching the moving surface. 

38. The method according to claim 35, wherein said attenuating step includes 
using at least one godet to draw or relax the array of plural-component fibers. 

39. The method according to claim 38, wherein said at least one godet applies 
heat to the anray of plural-component fibers to cause differential heat shrinkage and 
separation. 

40. The method according to claim 22, wherein application of heat to the plural- 
component fibers causes the plural-component fibers to crimp. 

41. The method according to claim 22, wherein said processing step comprises 
through-air bonding of the web by heating the web to a temperature at which segments 
formed of one of said first and second materials begin to melt and adhere to adjacent 
segments. 

42. An apparatus for forming a nonwoven fabric from a process employing fiber 
splitting in line with fiber extrusion, comprising: 

a spinpack having a spinneret with an array of orifices configured to extrude an 
5 array of plural-component fibers each comprising first and second materials having a 
relative difference in heat shrinkage; 

a web-formIng surface moving relative to said spinneret and adapted to receive 
the array of plural-component fibers extnjded from the orifices to form a fiber web on 
said web-forming surface; 
10 a heating unit configured to apply heat to the fiber web to cause differential heat 

shrinkage of the first and second materials, such that segments of the plural-component 
fibers comprising the first material separate from segments of the plural-component 
fibers comprising the second material; and 
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means for processing the web to form the nonwoven fabric. 
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43. The apparatus according to claim 42, wherein said spinneret extrudes plural 
component fibers comprising the first and second materials having a difference in heat 
shrinkage of at least approximately ten percent. 

44. The apparatus according to claim 42, wherein said means for processing 
comprises means for bonding the web to form a spunbonded fabric. 

45. The apparatus according to claim 44, wherein said means for bonding 
performs through-air bonding of the web by heating the web to a temperature at which 
segments formed of one of said first and second materials begin to melt and adhere to 
adjacent segments. 

46. The apparatus according to claim 42, wherein said spinneret extrudes 
plural-component fibers comprising the first and second materials which are non- 
hydrophilic materials. 

47. The apparatus according to claim 42, wherein said spinneret is configured 
to extrude ribbon-shaped plural-component fibers from the orifices. 

48. The apparatus according to claim 47, wherein the ribbon-shaped plural- 
component fibers extruded from said spinneret comprise segments of the first material 
interieaved with segments of the second material. 

49. The apparatus according to claim 48, wherein the ribbon-shaped plural- 
component fibers extruded from said spinneret are bicomponent fibers comprising 
alternating segments of the first material and segments of the second material. 

50. The apparatus according to claim 42, wherein said spinneret is configured 
to extrude plural-component fibers having a cross section in the shape of a cross, 
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including a central segment comprising the first material and a plurality of radial 
segments comprising the second material and extending radially outward from the 
central segment. 

51. The apparatus according to claim 50, wherein the plural-component fibers 
extruded from said spinneret further include a plurality of radial segments comprising 
the first material and extending radially outward from said plurality of radial segments 
comprising the second material. 

52. The apparatus according to claim 42, wherein said web-forming surface 
moves relative to said heating unit such that the fiber web moves past said heating unit 
at a rate that allows the segments of the plural-component fibers of a portion of the fiber 
web to separate while the portion of the fiber web is receiving heat from said heating 

5 unit. 

53. The apparatus according to claim 52, wherein said heating unit radiates heat 
on the portion of the web for less than approximately one second. 

5 54. The apparatus according to claim 42, wherein said heating unit substantially 

completes differential heat shrinkage of the segments of the plural-component fibers of 
a portion of the web and resultant fiber separation, by applying heat to the portion of the 
web for approximately one second or less. 

10 55. The apparatus according to claim 42, wherein said heating unit blows hot 

air and/or steam through the web. 

56. The apparatus according to claim 42, wherein said heating unit applies 
radiant heat to said web. 



15 
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57. The apparatus according to claim 42, wherein said spinneret extrudes 
plural-component fibers comprising polypropylene and polyethylene terepthalate 
modified with isopthalic acid and a powdered transesterification inhibitor 

20 58. The apparatus according to claim 42, further comprising an aspirator 

disposed between said spinneret and said web-forming surface, said aspirator 
attenuating the array of plural-component fibers extruded from said spinneret prior to 
the array of plural-component fibers being deposited onto the web-forming surface. 

25 59. The apparatus according to claim 42, further comprising at least one godet 

to draw or relax the array of plural-component fibers. 

60. An apparatus for forming a nonwoven fabric from a process employing fiber 
splitting in line with fiber extrusion, comprising: 

30 a spinpack having a spinneret with an array of orifices configured to extrude an 

array of plural-component fibers each comprising first and second materials having a 
relative difference in heat shrinkage; 

a web-forming surface moving relative to said spinneret and adapted to receive 
the array of plural-component fibers extruded from the orifices to fomn a fiber web on 
35 said web-forming surface; 

a heating unit configured to apply heat to the array of plural-component fibers 
prior to deposition on said web-forming surface to cause differential heat shrinkage of 
the first and second materials, such that segments of the plural-component fibers 
comprising the first material separate from segments of the plural-component fibers 
40 comprising the second material; and 

means for processing the web to form the nonwoven fabric. 

61 . The apparatus according to claim 60, wherein said spinneret extrudes plural 
component fibers comprising the first and second materials having a difference in heat 
shrinkage of at least approximately ten percent. 
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62. The apparatus according to claim 60, wherein said means for processing 
comprises means for bonding the web to form a spunbonded fabric. 

63. The apparatus according to claim 62, wherein said means for bonding 
perfonns through-air bonding of the web by heating the web to a temperature at which 
segments formed of one of said first and second materials begin to melt and adhere to 
adjacent segments. 

64. The apparatus according to claim 60, wherein said spinneret extrudes 
plural-component fibers comprising the first and second materials which are non- 
hydrophillc materials. 

65. The apparatus according to claim 60, wherein said spinneret is configured 
to extrude ribbon-shaped plural-cornponent fibers from the orifices. 

66. The apparatus according to claim 65, wherein the ribbon-shaped plural- 
component fibers extruded from said spinneret comprise segments of the first material 
interieaved with segments of the second material. 

67. The apparatus according to claim 66, wherein the ribbon-shaped plural- 
component fibers extruded from said spinneret are bicomponent fibers comprising 
alternating segments of the first material and segments of the second material. 

68. The apparatus according to claim 60, wherein said spinneret is configured 
to extrude plural-component fibers having a cross section in the shape of a cross, 
including a central segment comprising the first material and a plurality of radial 
segments comprising the second material and extending radially outward from the 

5 central segment. 

69. The apparatus according to claim 68, wherein the plural-component fibers 
extruded from said spinneret further include a plurality of radial segments comprising 
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the first material and extending radially outward from said plurality of radial segments 
5 comprising the second material. 

70. The apparatus according to claim 60, wherein said heating unit substantially 
completes differential heat shrinkage of the segments of the plural-component fibers at 
a point along the plural-component fibers and resultant fiber separation, by applying 

10 heat at the point along the plural-component fibers for approximately one second or 
less. 

71. The apparatus according to claim 60, wherein said heating unit blows hot 
air and/or steam through the array of plural-component fibers. 

15 

72. The apparatus according to claim 60, wherein said heating unit applies 
radiant heat to the array of plural-component fibers. 

73. The apparatus according to claim 60, wherein said spinneret extrudes 
20 plural-component fibers comprising polypropylene and polyethylene terepthalate 

modified with isopthalic acid and a powdered transesterification inhibitor. 

74. The apparatus according to claim 60, further comprising an aspirator 
disposed between said spinneret and said web-fomriing surface, said aspirator 

25 attenuating the anray of plural-component fibers extruded from said spinneret prior to 
the anray of plural-component fibers being deposited onto the web-forming surface. 

75. The apparatus according to claim 74, wherein said aspirator sen/es as said 
heating unit and applies hot air and/or steam to the array of plural-component fibers to 

30 cause differenfial heat shrinkage of the segments of the plural-component fibers prior 
to reaching the web-forming surface. 

76. The apparatus according to claim 60, further comprising at least one godet 
to draw or relax the array of plural-component fibers. 
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35 77. The apparatus acxx)rding to claim 76, wherein said at least one godet serves 

as said heating unit and applies heat to the array of plural-component fibers to cause 
differential heat shrinkage of the segments of the plural-component fibers prior to 
reaching the web-forming surface. 

40 78. A nonwoven fabric produced from a process employing fiber splitting in line 

with fiber extrusion, comprising: 

first fiber segments comprising a first material extruded as a component of plural- 
component fibers; and 

second fiber segments comprising a second material extruded as a component 
45 of the plural-component fibers while having a heat shrinkage different from a heat 
shrinkage of the first material; 

wherein said first and second fiber segments have been at least partially 
separated from the second fiber segments by differential shrinkage induced by heat. 

79. The nonwoven fabric according to claim 78, wherein said fabric is bonded 
to form a spunbonded fabric. 

5 80. The nonwoven fabric according to claim 79, wherein said fabric is through- 

air bonded by at least partially melting one of said first and second fiber segments. 

81. The nonwoven fabric according to claim 78, wherein said second material 
has a heat shrinkage different from a heat shrinkage of the first material by at least 

1 0 approximately ten percent. 

82. The nonwoven fabric according to claim 78, wherein said first and second 
material are non-hydrophilic. 

83. The nonwoven fabric according to claim 78, wherein said first material 
comprises polypropylene and the second material comprises polyethylene terepthalate 
modified with isopthalic acid and a powdered transesterification inhibitor. 
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84. The nonwoven fabric according to claim 78, wherein at least one of said first 
and second materials includes a fluoropolymer compound and/or silicone. 

85. The nonwoven fabric according to claim 78, wherein one of said first and 
second materials includes a foaming agent to induce swelling. 

86. The nonwoven fabric according to claim 78, wherein said first and second 
fiber segments are segments of ribbon-shaped fibers. 

87. The nonwoven fabric according to claim 86, wherein the ribbon-shaped 
fibers are bicomponent fibers comprising alternating first fiber segments and second 
fiber segments. 

88. The nonwoven fabric according to claim 78. wherein said first and second 
fiber segments are segments of plural-component fibers having a cross section in the 
shape of a cross, including a central segment comprising a first fiber segment and a 
plurality of radial segments comprising second fiber segments extending radially 

5 outward from the central segment. 

89. The nonwoven fabric according to claim 88, wherein the plural-component 
fibers further include a plurality of radial segments comprising first fiber segments 
extending radially outward from said plurality of radial segments comprising second 
fiber segments. 

90. A product comprising the nonwoven fabric according to claim 78 selected 
from the group consisting of: disposable absorbent articles; medical barrier fabrics; 
filtration media; and sheets of padding. 

91 . A plural-component fiber extmded from an orifice of a spinneret, comprising: 
first segments comprising a first material component; and 
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second segments comprising a second material component having a heat 
shrinkage different from a heat shrinkage of the first material component; 

wherein said first segments are separable from said second segments by 
application of radiant heat which causes differential heat shrinkage of the first and 
second component materials. 

92. The plural-component fiber according to claim 91, wherein said second 
material has a heat shrinkage different from a heat shrinkage of the first material by at 
least approximately ten percent. 

93. The plural-component fiber according to claim 91, wherein said first and 
second material are non-hydrophilic. 

94. me plural-component fiber according to claim 91, wherein said plural- 
component fiber is a ribbon-shaped fiber. 

95. The plural-component fiber according to claim 94, wherein the ribbon- 
shaped fiber comprise alternating first and second segments. 

96. The plural-component fiber according to claim 91, wherein said plural- 
component iber has a cross section in the shape of a cross, including a central 
segment connprising a first segment and a plurality of radial segments comprising 
second segrawents and extending radially outward from the central segment. 

97. Tlie plural-component fiber according to claim 96, wherein said plural- 
component fiber further includes a plurality of radial segments comprising first segments 
and extendir® radially outward from said plurality of radial segments comprising second 
segments. 

98. plural-component fiber according to claim 91 , wherein said first material 
component ^aomprises polypropylene and the second material component comprises 
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polyethylene terepthalate modified with isopthalic acid and a powdered 
transesterlfication Inhibitor. 

99. The plural-component fiber according to claim 91, wherein at least one of 
said first and second material components Includes a fluoropolymer compound and/or 
silicone. 

100. The plural-component fiber according to claim 91 , wherein one of said first 
and second material components Includes a foaming agent to induce swelling. 
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